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AMENDMENTS TO THE CLAIMS : 

This listing of claims will replace all prior versions, 
and listings, of claims in the application: 

LISTING OF CLAIMS : 

1. (currently amended) A part made of thermoplastic 
material, wherein the material — comprises : 

recycled polyethylene — tcrcphthalatc ; 

recycled high density polyethylene ; 

a compatibility agent ; — aftd 

a reinforcing filler . 

wherein the thermoplastic material substantially comprises, by 
weight : 

49% to 63.5% polyethylene terephthalate ; 
27% to 36% high density polyethylene; 
4 % to 6% compatibility agent ; and 
5% to 10% reinforcing filler. 

2 . (cancelled) 

3. (currently amended) A part according to claim [[2]] 
1, wherein the thermoplastic material substantially comprises, by 
weight : 

55% polyethylene terephthalate; 
33% high density polyethylene ; 
5% compatibility agent; and 
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7% reinforcing filler. 

4. (original) A part according to claim 1, wherein the 
reinforcing filler comprises glass flakes. 

5. (original) A part according to claim 1, wherein the 
reinforcing filler comprises glass fibers. 

6. (original) A part according to claim 1, wherein the 
reinforcing filler comprises glass microbeads. 

7-13. (cancelled) . 
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